SPECIFICATION 
TITLE OF THE INVENTION 
j A water pressure transfer article. 

TECHNICAL FIELD 
5 [0001] 

This invention relates to a water pressure transfer .article having a ... 
decorative layer j-hcreon_by transferring a print pattern on a water soluble .. 

film under water pressure,. The decorative layer can form the outermost 

surface of the article without any application of a surface protection layer on 
10 the decorative layer 

BACKGROUND OF TECHNOLOGY 
[0002] 

The water pressure transfer method is one in which a transfer film 
having a predetermined water-insoluble print pattern applied onto a 

15 water-soluble film is floated on a water surface within a transfer tub while 
the water-soluble film is made wet with the water and an article (a 
transferred body or a body to be pattern-transferred) is immersed into the 
water within the transfer tub while it contacts the transfer film whereby the 
print pattern of the transfer film is transferred onto the surface of the article 

20 using the water pressure to thereby form a decorative layer. Generally, since 
the ink of the print pattern is in a dry state because of the transfer film 
having the print pattern previously printed and formed on the water-soluble 
film, it is required to apply an activation agent or a thinner to the print 
pattern of the transfer film on the transfer operation so as to activate the ink 

25 of the print pattern in order to get the same wet state of the ink (the state 
where it has an adhesion) as the state of the ink immediately after being 
printed. This is generally referred to as activation. In addition thereto, in 
order to provide wear resistance, solvent resistance, medicine resistance and 
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weather resistance, etc. to the decorative layer formed on the surface of the 
article, it is necessary to form a transparent surface protection layer (topcoat 
layer) on the decorative layer. 
[0003] 

5 With the surface protection layer formed on the decorative layer, since, 

the whole surface of the article has gloss provided thereon so as to have a 
design depth given thereto and therefore, there is imparted a kind of 
high-class feeling such as a polished one on the product which is the water 
pressure transfer article with the result that there is provided an effect of 

10 design expression. However, the whole appearance surface has the uniform 
glossy feeling and for example, there cannot be expressed a true wood feeling 
or a qualitative feeling similar to the quiet taste and the elegant simplicity in 
a grain pattern to cause the limit of design expression. On the other hand, 
even if the decorative layer is exposed without any surface protection layer 

15 formed thereon, there cannot be necessarily expressed the true wood feeling 
or the qualitative feeling similar to the quiet taste and the elegant simplicity 
and even though this can be expressed, the product has the poor wear 
resistance, solvent resistance, medicine resistance and weather resistance, 
which cannot become the final product. Thus, in practice, the surface 

20 protection layer has been applied to the product at the sacrifice of the design 
expression. 
[0004] 

With the surface protection layer formed on the decorative layer, in 
some cases, there is produced a slippery feeling when a person contacts the 
25 surface thereof or a low grade feeling and therefore no surface protection 
layer might be applied to the decorative layer in one technique. However, 
in the same manner as the aforementioned design expression, in order to 
obtain the wear resistance, solvent resistance, medicine resistance and 
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weather resistance, the surface protection layer has been applied to the 

product at the sacrifice of the design expression. 

[0005] 

Such being the case, the applicant considers that it will probably be 
5 very difficult to solve the problems such as the aforementioned design 
expression and the surface feeling and had tried to solve various subjects in 
the water pressure transfer techniques problems while these problems such 
as the design expression and the surface feeling are shelved. 
[0006] 

10 In one prior art, the surface protection layer is formed by applying by 

spray urethane 2 liquid type coating material, acrylics lacquer type coating 
material or ultraviolet ray hardening type coating material onto the 
decorative layer and then irradiating an ultraviolet ray on the ultraviolet ray 
hardening type coating material to thereby harden the coating material. 

15 [0007] 

In this process, however, the decorative layer itself has the solvent 
resistance not improved, but the surface protection layer (the topcoat layer) to 
overcoat the decorative layer has the wear resistance, solvent resistance, etc., 
born for the decorative layer. Since the urethane 2 liquid type coating 

20 material is applied after transferring the print pattern and then 
water-washing and drying the print pattern, it will take relatively longer 
time to perform these processes and in addition thereto, since the drying is 
done while exposed to a hot wind, dust will be possibly adhered onto the 
decorative layer, which disadvantageously lowers the appearance of the 

25 decorative layer. 
[0008] 

In a second prior art, there has been proposed a method in which 
water pressure transfer of the print pattern and formation of the surface 
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protection layer are carried out at the same time (see the first patent 
document). This method is the one in which a transfer film with a protection 
layer is formed by applying a transparent or semi-transparent surface 
protection layer of water-insoluble resin on a water-soluble film and then a 
5 water-insoluble print layer on the surface protection layer and the transfer 
film with the protection layer is transferred under water pressure onto an 
article (a body to be pattern-transferred). 
[0009] 

According to this method, since the surface protection layer and the 
10 print layer on the water-soluble film are simultaneously transferred on the 
surface of the article when it contacts the transfer film using water pressure 
on the water pressure transfer operation, this method can omit the steps of 
applying and hardening the protection coating material after the transfer 
process, which have been required in the first-mentioned conventional art, 
15 and can avoid dust from adhering between the decorative layer and the 
surface protection layer. 
[0010] 

In this manner, this method can be advantageously used because the 
surface protection layer is formed at the same time when the print layer is 

20 transferred whereby the steps of operation can be simplified and in addition 
thereto the appearance of the decorative layer is never deteriorated and also 
the surface protection layer can provide the wear resistance to the surface of 
the print layer of the article to thereby physically protect it because the 
surface protection layer is formed of a protection agent of low solvent 

25 resistance such as butyhmethacrylate or ethyl-methacrylate, but the surface 
protection layer disadvantageously has the poor chemical protection because 
it is easily deteriorated when it contacts various solvents or medicines. 
[0011] 
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There has been proposed another prior art that is similar to the 
second prior art, but is different from the latter in that the material for the 
surface protection layer of the second prior art is replaced by a resin to be 
hardened by an ultraviolet ray, etc (see the patent document 2). 
5 [0012] 

In the third prior art, since the resin hardened by the ultraviolet ray 
etc. is used for the surface protection layer, it will physically and chemically 
protect the decorative layer in an effective manner, but it has some 
undesirable disadvantages when the adhesion of the print pattern, which is 
10 the uppermost surface of the transfer film is recovered or reproduced as 
described later. 
[0013] 

More particularly, although it is common on the aforementioned first 
to third prior arts, an activation agent or a thinner is applied to the print 

15 pattern of the transfer film to recover the adhesion of the print pattern when 
the transfer should be carried out, but since the activation agent or the 
thinner has an organic solvent contained therein, the time in which the 
solvent ingredient completely volatilizes and the drying condition are 
required to be considered as the process conditions and an adverse influence 

20 may be provided to the quality of the water pressure transfer article if the 
solvent ingredient remains in the print layer after the transfer of the print 
pattern. Furthermore, since the organic solvent is emitted into the 
atmosphere during the operation or inhaled by the human body, using the 
organic solvent for activating the print pattern causes organic air pollution or 

25 health injury of laborers and this becomes such a problem as should be solved 
immediately. 
[0014] 

As the inventors tried to directly apply such an ultraviolet ray 
5 



hardening type coating material as used in the first prior art, which is also an 
eco-friendly coating material, they could discover the recovery of temporary 
adhesion of the ink in the print pattern of the transfer film, but also find that 
when it tries in a continuation work during the water pressure transfer 
5 process, it becomes poor transfer due to the reduced adhesion of the print 
pattern. It has been discovered that as the same trial is performed using an 
ultraviolet ray hardening type ink which contains the same ultraviolet ray 
hardening resin composite as the ultraviolet ray hardening type coating 
material does, but contains no coloring agents, the adhesion of the ink in the 
10 print pattern can be recovered and that the transfer can be performed 
without reduction of the adhesion even during the transfer process. 
[0015] 

In case of the water pressure transfer, not only the ink in the print 
pattern has the wet state returned so as to recover the adhesion of the ink, 

15 but also the water -soluble film having the print pattern supported thereon is 
made also wet with the water in the transfer tub whereby both of the print 
pattern and the water-soluble film are required to be easily attached onto and 
around the surface of the article when it is forced into the water. Thus, the 
article should be forced underwater at the time when the wet states of both of 

20 the print pattern and the water-soluble film are obtained. The adhesion of 
the print pattern to attach the print pattern onto the article should be 
maintained until the transfer is completed. 
[0016] 

The inventors surmise that the difference between these trial results 
25 is caused by the difference between the composition of the ultraviolet ray 
hardening type coating material and that of the ultraviolet ray hardening 
type ink as the products different from their usage even though they contain 
the same ultraviolet ray hardening resin composite. In addition thereto, they 
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surmise that there is the difference in that the ultraviolet ray hardening type 
coating material contains low boiling point solvent, but the ultraviolet ray 
hardening type ink generally contains less solvent, and therefore, as the 
ultraviolet ray hardening type coating material is applied to the print pattern, 
5 the original adhesion of the print pattern can be recovered by the solvent in 
the coating material, but the adhesion will be reduced due to the evaporation 
of the solvent when the transfer is carried out and since the ultraviolet ray 
hardening type ink has no solvent, any non-solvent composite will serve to 
recover the print pattern. The applicant has proposed the method to solve 
10 various problems of the prior arts by repeating various experiments under 
the aforementioned suppositions. 
[0017] 

This method of solving the problems comprises a step of applying a 
non-solvent type ultraviolet ray hardening resin composite on the 

15 print pattern of the transfer film to recover the adhesion of the print 
pattern by a non-solvent activation component of the non-solvent 
ultraviolet ray hardening type resin composite, a step of forcing the 
article underwater together with the transfer film so as to force the 
print pattern containing the ultraviolet ray hardening type resin 

20 composite onto the surface of the article and a step of irradiating an 
ultraviolet ray on the article on which the print pattern containing the 
ultraviolet ray hardening type resin composite is transferred whereby 
the ultraviolet ray hardening type resin composite is hardened in the 
state where the ultraviolet ray hardening type resin is wholly united 

25 with the print pattern to form a decorative layer. 
[0018] 

The applicant confirms while the invention is completed that the 
decorative layer itself of the water pressure transfer article obtained by this 
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water pressure transfer method has at least the adhesion to the surface of the 
article and the solvent resistance and therefore can be commercially produced 
even without any surface protection layer. 
[0019] 

Also, the applicant confirms that the water pressure transfer article 
obtained by this water pressure transfer method has the expression of design 
variation of the decorative layer accomplished. 
[0020] 

Initially explaining the expression of design variation of the 
decorative layer, when there is observed the decorative layer formed by 
transferring the print pattern of grain, for example under water pressure, a 
glossy feeling can be observed in a layer portion where an early wood portion 
is expressed, but no glossy feeling is seemingly observed in a layer portion 
where a late wood portion is expressed by printing black ink of high density. 
The applicant finds that the existence of the different glossy feelings adjacent 
to each other can impart a cubic affect of real wood to the surface of the 
article. 
[0021] 

It will be guessed that the variation in the glossy feeling will occur 
due to the following causes. That is, since the ultraviolet ray hardening resin 
composite coated on the surface of the transfer film for recovering the 
adhesion of the print pattern on the water pressure transfer is absorbed by 
the coloring pigments or the like in the black ink, the ultraviolet ray 
hardening resin composite is hardened by the ultraviolet ray so as to expose a 
particle feeling (fine unevenness) of the pigments in the position (layer 
portion) where the black ink is transferred at high density whereby the glossy 
feeling is reduced, but in the position where the ink other than the black ink 
is transferred and the black ink is transferred at lower density, the ultraviolet 



ray hardening resin composite is hardened by the ultraviolet ray while it is 
seldom oil-absorbed by the pigments so as to be buried between the 
components of the pigments whereby fine unevenness is reduced so as to 
maintain the glossy feeling. The applicant supposes that the variation in the 
glossy feeling will be generated by the aforementioned causes. Thus, 
thereafter, various confirmation experiments are repeated in view of the 
supposition. 
[0022] 

[Patent Literature l] JP04-197699A 
[Patent Literature 2] JP2003-305998A 

[0023] 

A first fundamental object of the invention is to provide a water 
pressure transfer article . adapted to impart a^ba^_a^m(^aa^d m _aaO.__ 
chemical surface protection functions such as solvent resistance, etc., to a 
decorative layer itself on the article without any surface protection layer 
(topcoat layer) formed thereon and also adapted to improve a glossy variation 
on the surface of the decorative layer. 
[0024] 

Another object of the invention is to provide a water pressure transfer 
^rtide adapted to impart a three dimensional or cubic effect to a decorative 
layer based on a difference of glossy feelings by having a portion where there 
is the glossy feeling on the decorative layer and a portion where there is 
reduced the glossy feeling on the decorative layer. 
[0025] 

Further object of the invention is to provide a water pressure transfer 
article adapted to impart a three dimensional or cubic effect to a decorative 
layer based on a difference of glossy feelings so as to have real wood sense, 
qualitative sense, reality sense, novel sense, strange sense and effects such as 



the quiet taste and the elegant simplicity whereby there can be imparted 

many design expressions, which the prior art has not had. 

[0026] 

Further object of the invention is to provide a water pressure transfer 
article adapted to impart mechanical and chemical surface protection 
functions to a decorative layer itself on the article and to improve a glossy 
variation on the surface of the decorative layer. 

[DISCLOSURE OF THE TNVENTTONl 
[00271 

«— — A fundamental feature of the in v ention is to provide a water 



transfer article having an outermost decorative layer formed thereon bv 
transferring a print pattern on a water-soluble film under water pressure 
characterized bv having glossy variation and/or touch ft 



i feelir 



nparted to the 



out ermost decorative laver in accordance with a combination of ultraviolet 
ray hardening resin composite applied on the i 



i print pattern to 1 



wholly 



united with t he print p attern and hardened by an ultraviolet rav and a 
compon ent of the print pattern. The ultraviolet rav hardening resin 



composi te coated on the print pattern serves to recover the adhesion of the 



print pattern c 



i water p ressure transfer operation, but is used only for a 



purpose of imparting solvent resistan c e etc.. in case that the print pattern 



itself has the 
[0028] 

A first dependent feature of the 



invention is to provide a water 



pressure transfer article having an outermost decorative laver formed 
thereon by transferri ng a print pattern on a water-soluble film under water 
pressure char acte rized by having a high glossy pattern portion and a low 
glossy patter n p ort i on imparted to the outermost decorative laver based on 
glossy variation corresponding to a c ombination of ultraviolet rav hardening 



eted: A fundamental 
ure of the invention is to 
provide a water pressure transfer 
method comprising the steps of 
making wet a print pattern of a 
transfer film having said print 
pattern in dry state provided on a 
water-soluble film and thereafter 
transferring the print pattern 
under water pressure to a surface 
of the article to thereby form a 
decorative layer on the surface of 
the article, characterized by further 
comprising the steps of coating a 
non-solvent type ultraviolet ray 
hardening resm composite 
including photo-polymerization 
monomer on the print pattern to 
thereby make it wet and irradiating 
an ultraviolet ray on the article to 
thereby harden the hardening resin 
composite after the print pattern is 
transferred wherein a glossy 
variation having a high glossy 
pattern portion and a low glossy 
pattern portion adjacent to each 
other is imparted to an ink printed 
portion of the decorative layer in 
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resin composite applied on the print pattern to be wholly united with the 
print pattern and hardened by an ultraviolet rav and a component of the 
print pattern. 
[00291 

In the fir st dependent feature, the low glossy pattern portion may be 

formed on a portion of the print pattern where an ink including a high oil 
absorption compon ent to absorb the ultraviolet rav hardening resin composite 
is transferred. One of the hi g h oil absorption components may be a coloring 
agent in the ink of the print pattern and more particularly carbon black in 
the black ink of the print patter mav serve as the high oil absorption 
component. 
[0030] 

In the fundamental feature of the invention, the low glossy 
pattern portion has a glossy degree of less than 20 when it is measured 
according to "mirror surface gloss of method 30-60 degree" in Japanese 
Industrial Standards Z8741 - 1997 and a difference of glossy degree 
between the high glossy pattern portion and the low glossy pattern portion 
is equal to 10 or more when it is measured according to "mirror surface 
gloss of method 30-60 degree" in Japanese Industrial Standards Z8741 - 
1997. 
100311 



In the first dependent feature of the invention, the high glossy 
pattern portion mav be formed in a portion where the ink containing a 
low oil absorption component which has a low absorption function to 
absorb th e ultraviolet rav hardening resin composite or in a portion 
where the ink of lo w ink density is transferred, but mav be formed at a 
non-print portion wh ere the ink density is of zero or there is no ink. 
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[00321 

I n the first dependent feature of the invention, the ultraviolet 

ray hardening resin composite contains a matting component, which 
imparts a matting effect to the high and low glossy pattern portions. 
Jn the first d ependent feature of the invention, the outermost 
decora tive layer having the high and low glossy pattern portions mav 
desirab ly have solvent resistance adapted to be never deteriorated even bv 
manually and reci procativelv wiping a ten-sheet piled gauze containing 
xylene o n the decorative layer eight times while it is rubbed thereon. 
[00331 

In the feature of the invention, the print pattern has a grain 
pattern, the high glossy pattern portion of the outermost decorative 
layer corresponds to a rough organization expression portion of the 
grain pattern while the low glossy pattern portion of the outermost 
decorative layer corresponds to a fine organization expression portion 
of the grain pattern and the rough organization expression portion 
corresponds to an early wood portion while the fine organization 
expression portion corresponds to a late wood portion whereby the 
outermost decorative layer has a design of cross or straight grain. 
MM] 

Another feature of the invention is to provide a water pressure 
transfer article characterized by having a decorative layer formed Recording 
to either of the aforementioned features of the invention.. 
J00351 

The first dependent feature of the invention mav be suitably 

applied also to th e water pressure transfer article comprising a base 
body havin g a color tone corresponding to that of grain where a ground 
color is to be transferred and having the decorative laver formed 
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thereon. 
[0036] 

Furtherm ore, the first dependent feature of the invention may be 

applied also to the water pressure transfer article having the print pattern of 
single color (mon ochrome) in which the high glossy pattern portion 
correspo nds to a non-print portion of the single color of the print pattern 
while the low glos sy pattern po r t i on corresponds to the single color print, 
portion. 
[00371 

In case of the water pressure transfer article havin g the single color 

pattern, the single color p attern may be formed by printing with the ink of 
color substantially i dentical to the ground color of the water pressure transfer 
article whereby th e outermost decorative layer may have the design of 
monotone through b oth of the high and low glossy pattern portions. 
[00381 

Similarly, in case of the water pressure transfer article having the 

single color pattern, the single co l or pattern may be formed bv printing with 
the colorless ink whereby the outer m ost decorative laver mav have the design 
of monoton e fo rmed by the ground color penetrating the single color pattern 
through both of the high and low glossy pattern portions. 
[00391 

The first dependent feature of the invention mav be suitably applied 

also to the water pressure transfer a r ticle having a transparent base body 
and havi ng the outermost decorative laver including the high and low glossy, 
p attern portions formed on the transparent base body. 
[00401 

A second dependen t feature of the invention is to provide a water 

pressure transfer article having a n outermost decorative laver formed 
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thereon by transfer ring a print pattern on a water-soluble film under water 
pressure characterized in that the outermost decorative layer has the 
outermost surface o f unevenness formed corresponding to a combination of 
ultraviolet ray hard ening resin composite applied on the print pattern to be 
wholly united with the print pattern and hardened by an ultraviolet rav and 
a component of t he print pattern and an amount of application of the 
ultraviolet rav hardening resin composite. The ultraviolet rav hardening 
resin composite applied on the print pattern serves to recover the adhesion of 
the pri nt pattern on a water pressure transfer operation, but is used only for 
a purpose of imparting solvent resistance etc.. i n case that the print pattern 
itself has the adhesion. 
[00411 

In the second dependent feature of the invention, the unevenness of 

the decorative layer may be formed in a print pattern portion where there is 
transferr ed the ink containing a high oil absorption component, and 
especially formed prominently in a portion where a lot of ink containing this 
high oil absorption component is transferred. One of the high oil absorption 
components mav b e a coloring agent in the ink of the print pattern and more 
particularly carbon black in the black ink of the print patter may serve as the 
high oil absorption component. 
[00421 

In t he second dependent feature of the invention, the 

outermost decorative layer having the unevenness mav desirably have 
solvent resistance adapted to be never deteriorated even bv manually and 
reciprocativelv wipin g a ten-sheet piled gauze containing xylene on the 
decorative layer eight times while it is rubbed thereon. 
[00431 

The second dependent feature mav be suitably applied especially to a 
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steering wheel for a car. 
[00441 

In the inv ention, what is meant by the term "unevenness" may be fine 

unevenness and in addition thereto an area of combination of an area portion 
(a conv ex area) having the fine unevenness and an area portion (a concave 
area) having a level lower than the concavity or recess of the fine unevenness 
or a flat surface. 
[00451 

In this manner, the decorative layer is formed by hardening by the 
non-solvent type ultraviolet ray hardening resin composite layered or coated 
on the transfer film on the water pressure transfer operation while the resin 
composite is wholly united with the print pattern. In this manner, the 
decorative layer is able to provide mechanical and chemical surface protection 
functions such as wear resistance, solvent resistance, medicine resistance, 
weather resistance and so on. Thus, no dust adheres to the print pattern, 
which occurs in the prior art in which a surface protection layer 
(topcoat layer) is formed on the decorative layer to improve an 
excellent article rate. Furthermore, the decorative layer can have the 
design expression maintained while the decorative layer is exposed 
and never reduced by the surface protection layer (topcoat layer) 
applied to the decorative layer in the prior art whereby the product 
(water pressure transfer article) having the design expression 
maintained can be provided. 

[00461 

The decorative layer is formed by being hardened in the state 
where the ultraviolet ray hardening resin composite is wholly united 
with the print pattern, with the absorption of this ultraviolet ray 
hardening resin composite varying in accordance with the kind of the 
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pigments in the ink of the print pattern. For instance, since the carbon 
black that is the color pigment in the black ink easily absorbs the 
ultraviolet ray hardening resin composite, there is formed the low 
glossy pattern portion where the reduction of the glossy feeling is 
5 observed by forming the fine unevenness on the decorative layer in the 
position (the decorative layer portion = the ink printed portion) in 
which the ink having this pigment added at a high density is 
transferred and there is also formed the convex area by hardening the 
decorative layer in the state where the ultraviolet ray hardening resin 

10 composite is absorbed in the ink. On the other hand, there is formed 
the high glossy pattern portion where the high glossy feeling is 
observed by forming little fine unevenness on the decorative layer in 
the position in which the ink other than the black ink or the ink of low 
density is transferred (also the decorative layer portion = the ink 

15 printed portion) and there is also formed the concave area having the 
level relatively lower than that of the convex area by hardening the 
decorative layer in the state where there is little absorption of the 
ultraviolet ray hardening resin composite in the ink. Thus, since the 
difference of the glossy feelings adjacent to each other necessarily 

20 occurs on the decorative layer corresponding to the print pattern, 
there can be provided the products (the water pressure transfer 
article) having the cubic effect imparted to the decorative layer under 
the presence of the difference of the glossy feelings. 
| l£047] ....--"I Deleted: 0034 

25 Although the difference of the glossy degree between the high and low 

glossy pattern portions is desirably 10 or more, in some cases, the difference 
might be felt large even if it is smaller than 10. That is, the numerical value 
measured by the glossy degree meter cannot agree with the visual feeling at 



16 



the ratio of 100%, its visual feeling is generally blunt within the range of the 
values of 30 to 60 and gets sharp as the glossy degree is out of the range. For 
instance, even though the difference value of the measured numerical values 
of the glossy degree is only 5, there seems no change in the glossy feeling 
5 relative to 5 of the difference value of the glossy degrees if it falls within the 
range of 30 to 60, but 5 of the difference value of the glossy degrees will be 
felt remarkably large if the glossy degrees are out of the range upwardly or 
downwardly. Of course, the larger the difference value of the glossy degree is, 
the larger it is felt, but if the glossy degree of the low glossy pattern portion is 
10 less than 20, for example, there is felt no gloss with a glance and therefore in 
case that the difference value of the glossy degree between the high and low 
glossy pattern portions is 10, the difference will be felt remarkably large. 
Nevertheless, the invention does not exclude the range of the difference value 
of the glossy degree of 30 to 60. 

15 | [0048] • I Delete d: 0035 

If the depicted print pattern direction is cross grain or straight grain, 
for instance, since the ink of brown or light-brown color is transferred at a 
low concentration in the position where the early wood portion is expressed, 
the degree of absorption of the ultraviolet ray hardening resin composite is 

20 reduced in this position to provide the high glossy pattern portion, but since 
the black ink, etc., are transferred at a high concentration in the position 
where the late wood portion is expressed, the degree of absorption of the 
ultraviolet ray hardening resin composite increases in this position to provide 
the low glossy pattern portion. As the differences of the glossy degree exist 

25 adjacent to each other, the three dimensional or cubic effect like that of real 
wood can be felt. In addition thereto, there appears the low glossy pattern 
portion in the position where the black dots exist and since the low glossy 
pattern portion is observed as if it is a deepened hole at the cut end when the 
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duct is cut nearly at a right-angle, there can be provided the products (the 
water pressure transfer article) having the real wood feeling and the 
qualitative feeling of cross grain and straight grain wholly imparted thereto. 
It should be noted that there can be also easily provided the products that are 
felt to be the qualitative feeling of wood called a high grade tree having a 
portion of knot or root of branch or a portion including gum cut, other than 
general grain such as cross grain or straight grain. 
[0049] 

With the ultraviolet ray hardening resin composite containing a 
matting component hardened in the state where it is wholly united with the 
print pattern, since the matting component effectively acts by the high glossy 
pattern portion, the whole tone of the decorative layer is lowered toward the 
reduction of the difference of the glossy degree between the high and low 
glossy pattern portions and therefore there can be provided the products (the 
water pressure transfer articles) which have such tastes as the quiet taste 
and the elegant simplicity applied thereto. 
[BRIEF DESCRIPTION OF THE DRAWINGS] 

[fiOSQ] 

Fig. 1 is an outline view in which a water pressure transfer method 
used in the invention is briefly illustrated. 

Fig. 2 illustrates the water pressure transfer method according to a 
first form of the invention in order of steps, Fig. 2Ais a cross sectional view of 
a transfer film, Fig. 2B is a cross sectional view of the transfer film in the 
state where an ultraviolet ray hardening type coating material as one 
example of an ultraviolet ray hardening resin composite is applied on the 
transfer film, Fig. 2C is a cross sectional view of the transfer film in the state 
where it is floated on a surface of water, Fig. 2D is a cross sectional view of 
the transfer film in the state immediately before an article for a print pattern 
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to be transferred thereon is forced underwater, Fig. 2E is a cross sectional of 
the state where an ultraviolet ray is irradiated on the article after water 
pressure transfer, Fig. 2F is a cross sectional view of the state where a water 
soluble film is water-washed and Fig. 2G is a cross sectional view of the state 
where the surface of the article is being dried. 

Fig. 3 is an enlarged cross sectional view of a product obtained by the 
method of the invention. 

Fig. 4 is a perspective view of the product according to one 
embodiment form of the invention; and 

Fig. 5 is an enlarged view showing a portion of pattern of the product 
of Fig. 4. 

Fig- 6 is a perspective view of the product according to another 

embodiment form of the invention; and 

Fig. 7 is a n enlarged view showing a portion of pattern of the product 

of Fig. 6. 

[BEST MODE OF EMBODIMENT OF INVENTION] 

I.QQ51]. 

Describing forms of embodiment of the invention with reference to the 
drawings, Fig. 1 briefly illustrates a water pressure transfer method, to 
which the invention is applied. This water pressure transfer method is the 
one in which a transfer film 16 comprising a water soluble film 14 having a 
print pattern 12 applied thereon is floated on water 18 within a transfer bath 
(not shown) with the print pattern on the upper side. An article 10, to which 
the print pattern is to be transferred under water pressure, is forced 
underwater through the transfer film 16 whereby the water pressure transfer 
is accomplished. 
[00521 
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The water soluble film 14 is formed of water soluble material having a 
main ingredient of polyvinyl alcohol, for example, which gets wet and is 
softened by absorbing water. This water soluble film 14 is softened when it 
contacts the water within the transfer tub and is wound around the article 10 
to be decorated whereby the water pressure transfer can be accomplished. 
The print pattern 12 may be previously applied on the water soluble film 14 
by gravure printing and so on in case of general water pressure transfer. 

| [00531 

The feature of this water pressure transfer method is to apply or coat 
an ultraviolet ray hardening resin composite, ideally a non-solvent type 
ultraviolet ray hardening resin composite to the print pattern 12 of the 
transfer film 16 before transferring the print pattern on the article under 
water pressure. 

| [0054] 

An example of the concrete steps of the water pressure transfer 
method performing to recover the adhesion of the dried print pattern 12 of 
the transfer film 16 will be described. The operation begins from the state 
where the print pattern 12 printed on the water soluble film 14 is in a dried 
condition (see Fig. 2A). Although not shown, in practice, the transfer film 16 
is in the form of roll obtained by previously printing the print pattern 12 on 
the elongated water soluble film 14 and drying the print pattern 12. The 
transfer film 16 may be used while being continuously fed from the film roll 
or by cutting it thereafter. 

tePJ5] 

When the water pressure transfer operation should be carried out, a 
non-solvent type ultraviolet ray hardening type coating material 20 
including photo-polymerization monomer is applied on the dried print 
pattern 12 of the transfer film 16 of Fig. 2A (see Fig. 2B), the transfer film 16 
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is floated on a water 18 within a transfer tub in the state where the print 
pattern 12 is activated by the non-solvent type ultraviolet ray hardening type 
coating material 20 to thereby recover the adhesion of the print pattern 12 
(see Fig. 2C), thereafter an article 10 together with the transfer film 16 is 
5 forced underwater so as to force the print pattern 12 containing the 
ultraviolet ray hardening type coating material 20 against the surface 10S of 
the article (see Fig. 2D) and an ultraviolet ray 22 is irradiated on the article 
10 on which the print pattern 12 containing the ultraviolet ray hardening 
resin composite 20 is transferred whereby the ultraviolet ray hardening resin 

10 composite 20 and the print pattern 12 are hardened (see Fig. 2E). Although 
not shown in the drawings, the article 10 may be forced underwater while it 
is conveyed by a reverse triangle-like conveyer or supported by a robot arm. 
In some cases, the step of applying the ultraviolet ray hardening resin 
composite 20 on the print pattern 12 (see Fig. 2B) and the step of floating the 

15 transfer film 16 on the water (see Fig. 2C) may be reversely carried out 
whereby the non-solvent type ultraviolet ray hardening resin composite 20 
may be applied by spray on the print pattern of the transfer film 16 which is 
floated on the water so as to recover the adhesion of the print pattern 12. 



which can be hardened for a relatively shorter time by the chemical action of 
the ultraviolet ray and may be in the form of ultraviolet ray hardening type 
coating material, ultraviolet ray hardening type ink, ultraviolet ray 
hardening type adhesives, etc., according to its use, but they include (l) 
25 photo-polymerization pre-polymer, (2) photo-polymerization monomer and (3) 
photo-polymerization initiator as indispensable ingredients. What is 
commercially on the market as an ultraviolet ray hardening type coating 
material generally has solvents such as thinner added thereto and although 



[00561, 




20 



The ultraviolet ray hardening resin composite 20 is a resin composite, 
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some ultraviolet ray hardening ink has solvents such as alcohol added thereto, 
general ultraviolet ray hardening type ink has no solvents added thereto and 
is blended with a photo-polymerization monomer to serve as a dilution agent. 
In the invention, the "ultraviolet ray hardening resin composite", which is 
necessary for the water pressure transfer method is essentially blended with 
the photo-polymerization pre-polymer, the photo-polymerization monomer 
and the photo-polymerization initiator in spite of the form of use of ultraviolet 
ray hardening resin and also has the property to be hardened by ultraviolet 
ray irradiation without any solvent . 
| [00571 



What is meant by the "ultraviolet ray hardening resin composite" to 
be used with the illustrated water pressure transfer method excludes the 
ultraviolet ray hardening resin composite having a solvent contained therein 
and is limited to the non-solvent ultraviolet ray hardening resin composite 
having no solvent add. This is because what recovers the adhesion of the 
print pattern of the transfer film is the non-solvent activation component in 
the non-solvent type ultraviolet ray hardening resin composite, which is 
typically a photo-polymerization monomer for intending to obtain various 
advantages based on the non-solvent type. The ultraviolet ray hardening 
resin composite applicable as the non-solvent type ultraviolet ray hardening 
resin composite comprises the ingredient having the following composition; 

(1) Oligomer (photo-polymerization pre-polymer) 30 - 50 weight % 

(2) multi-functional acrylate 

(photo-polymerization monomer) 10-30 weight % 

(3) single functional acrylate 

(photo-polymerization monomer) 10 - 40 weight % 

(4) photo-polymerization initiator 0.5-5 weight % 

(5) non-reactive additives 1 - 20 weight % 
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I ljOQ58] 

The photo-polymerization pre-polymer is the polymer which can be 
further hardened by photochemical action and is called "photo-polymerization 
unsaturated polymer", "base resin" or "photo-polymerization oligomer". This 
pre-polymer is a basic ingredient which affects many fundamental physical 
properties as a coat film after being hardened and an acrylic oligomer, a 
polyester oligomer, an epoxy acrylate oligomer and an urethane acrylate 
oligomer may be used independently or arbitrarily combined. Although the 
degree of polymerization of photo-polymerization pre-polymer is not so high 
as final polymer, it is not a monomer and polymerized to some extent and 
therefore it has the suitable viscosity and therefore a dilution agent is 
required in consideration of the effectiveness of operation on its use. 

| [0059] 

The photo-polymerization monomer serves as a dilution agent for 
photo-polymerization pre-polymer while maintaining the practical 
effectiveness of operation of the resin composite and itself participates in 
polymerization. There are a single functional monomer having a single 
functional group and a multi-functional monomer having two or more 
functional groups. The single functional monomer serves to improve adhesion 
to the article and to impart softness to the coat film after being hardened and 
the multi-functional monomer serves as a bridge formation agent which 
bridges pre-polymer molecules. For instance, the poly acrylate such as a 
poly-acrylic acid methyl is used for easing a contraction action of the coat 
membrane caused by bridge formation. If the contraction power of the coat 
membrane becomes high, the adhesion of the coat membrane is reduced, but 
the polyacrylate can usefully prevent this. These photo-polymerization 
monomers serve as a dilution agent for adjusting the viscosity of the 
ultraviolet ray hardening resin composite and also serve as a functional 



ingredient (activation ingredient) for recovering the adhesion of the dried 
print pattern. 

teQ60] 

The photo-polymerization initiator serves to absorb the ultraviolet ray 
to start a polymerization reaction and is also called "photo-polymerization 
initiator". Acetophenone, benzophenone, etc. may be used when the 
ultraviolet ray hardening reaction is a radical reaction, while diazo compound, 
etc. may be used when the ultraviolet ray hardening reaction is an ion 
reaction. 

[00611 

The ultraviolet ray hardening resin composite may have a sensitizer, 
a filler, an inactive organic polymer, a leveling agent, a thixotropy imparting 
agent, a thermo-polymerization prohibition agent and a deglossing 
component, etc., added thereto. As described later in details, the deglossing 
component may be used for enhancing the design expression of the water 
pressure transfer article obtained by the invention. 

&062] 

Although the step of applying the non-solvent type ultraviolet ray 
hardening type coating material 20 may be carried out by means of either of 
photogravure roll, wire bar coating and spray, since the spray applying 
process consumes a lot of coating materials, the photogravure roll application 
process or the wire bar application process may be preferable for applying the 
coating material. 
[0063] 

As the non-solvent type ultraviolet ray hardening resin composite 20A 
is applied on the print pattern 12, the photo-polymerization monomer in the 
non-solvent type ultraviolet ray hardening resin composite 20A permeates 
into the dried ink of the print pattern 12 to dissolve the ink whereby the 
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adhesion of the ink which is in the same wet state as immediately after 
printing the print pattern can be restored. Therefore, the non-solvent type 
ultraviolet ray hardening resin composite 20 can have the function equivalent 
to the conventionally used activation agent to thereby omit the application of 
the activation agent, the thinner, etc. and since each ingredient in the 
ultraviolet ray hardening resin composite including the photo-polymerization 
monomer generally has the volatility far lower than the solvent etc., the 
degree of the recovered adhesion neither varies nor is lowered after its 
recovery, which enables the expectation of the stabilization of the activation. 

[00641 

As the print pattern 12 is transferred on the article 10 and the 
ultraviolet ray 22 is irradiated thereon, the ultraviolet ray hardening resin 
composite is hardened in the state where each ingredient of the ultraviolet 
ray hardening resin composite 20A such as the photo-polymerization 
monomer permeates into the ink of the print pattern 12 whereby both of the 
ultraviolet ray hardening resin composite and the ink are wholly united. This 
imparts mechanical surface protection function such as wear resistance, etc. 
and chemical surface protection function such as solvent resistance, medicine 
resistance, etc. to the decorative layer itself. Although Fig. 2B doesn't 
illustrate the state where the ink ingredient of the print pattern 12 and the 
ultraviolet ray hardening resin component are wholly united, if these figures 
try to show such state, then it becomes impossible for both to be distinguished 
from each other and it should understand that they are conveniently 
indicated in the state of layers. 
[00651 

It will be explained in detail that with the non-solvent type ultraviolet 
ray hardening resin composite used for the water pressure transfer method, 
various advantages can be obtained. It might be understood that even by 
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using the solvent containing ultraviolet ray hardening resin composite such 
as the commercially available ultraviolet ray hardening coating material, the 
print pattern can be activated without any inconvenience, but even with 
convenience. However, since the ultraviolet ray hardening resin is hardened 
by the ultraviolet ray irradiation for a short time, if the added solvent is the 
low boiling one having the high volatility, the solvent will fully volatize before 
the article is forced underwater to thereby provide the poor transfer due to 
shortage of the adhesion while if the added solvent is the high boiling one 
difficult to volatize, the shortage of the adhesion when the article is forced 
underwater can be avoided, but the ultraviolet ray irradiation cannot be 
performed until the solvent volatilizes completely, and if the ultraviolet ray 
hardening type resin ingredient is hardened by the ultraviolet ray irradiation 
in the state of inadequate volatilization of the solvent, which is in the state 
where the solvent is involved, defects will be produced later. Thus, if there is 
used the ultraviolet ray hardening resin composite having the solvent added 
thereto, which is either of low boiling point or of high boiling point, there is a 
possibility of producing the health injury due to air pollution or human body 
breathing and also of producing various problems in process or quality. 
[0066] 

On the other hand, as already described partially, if the non-solvent 
type ultraviolet ray hardening resin composite is used, since the 
photo-polymerization monomer can also serve as a dilution agent for the 
purpose of the adjustment of viscosity, more quantity of non-solvent 
ultraviolet ray hardening resin composite can be prepared in comparison with 
the solvent containing type one. This enables the recovery of the adequate 
and stable adhesion only by the action of the non-solvent activation 
ingredient in the non-solvent type ultraviolet ray hardening resin composite, 
which is typically the photo-polymerization monomer. Furthermore, since the 
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ultraviolet ray hardening resin composite 20 and the print pattern 12 are 
wholly united with each other and hardened and the photo-polymerization 
monomer itself which has a function equivalent to the conventionally used 
solvent participates in polymerization, this photo-polymerization monomer is 
never subsequently separated to cure other problems. 
[00671 

The ultraviolet ray 22 is preferably irradiated while the water-soluble 
film 14 of the transfer film 16 is wound around the article 10 on which the 
print pattern 12 containing the ultraviolet ray hardening type coating 
material 20 is transferred and thus it is preferably carried out after the 
article 10 is still underwater or before the water-soluble film 14 is 
water-washed and removed even though it comes out of the water. The 
ultraviolet ray 22 is irradiated by a conventional ultraviolet ray hardening 
equipment including light source lamps such as high-pressure mercury lamps 
or metal halide lamps and an irradiation machine (lamp house). 
[0068] 

In this manner, as the ultraviolet ray 22 is irradiated while the 
water-soluble film 14 is wound around the article, any dirt etc. cannot be 
adhered to the article so as to be kept being secured thereto before the print 
pattern 12 gets completely dry, the possibility of dirt adhesion can be reduced 
because the print pattern 12 is hardened when the water-soluble film 14 is 
removed whereby the decorative layer 30 of good appearance can be obtained 
easily. The irradiation of the ultraviolet ray 22 may be carried out after the 
water-soluble film 14 is water-washed out of the article 10 in case where the 
irradiation of the ultraviolet ray 22 is carried out under an environment 
having no dust or dirt such as a tunnel like a clean room. 
[00691 

Then, as shown in Fig. 2F, the water shower 24 is injected to wash the 
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article 10 by water to thereby remove the water-soluble film 14 of the transfer 
film 16 which the article is covered with. Subsequently, as shown in Fig. 2G, a 
hot wind or air 26 is blown to the article 10 to which the print pattern 12 
containing the ultraviolet ray hardening resin composite 20 is transferred to 
thereby dry the surface of article 10 whereby the product 10' having the 
decorative layer 30 is completed (see Fig. 3). 
[00701 

Since the decorative layer 30 of the thus obtained water pressure 
transfer article is formed in the state where the ultraviolet ray hardening 
resin composite coated on the transfer film for recovering the adhesion of the 
print pattern on the water pressure transfer operation penetrates and is 
wholly united with the print pattern and hardened by the ultraviolet ray, the 
decorative layer 30 has the mechanical and chemical surface protection 
functions such as wear resistance, solvent resistance, medicine resistance, 
weather resistance and so on. Thus, there can be provided the product (water 
pressure transfer article) having the outermost appearance of the decorative 
layer itself formed by the water pressure transfer without any surface 
protection layer (topcoat layer), which is necessary in the prior art. As the 
surface protection layer (topcoat layer) is not required to be formed in this 
manner, there is little possibility of adhering dust, which tends to occur when 
the topcoat layer is formed and therefore there can be provided the product 
having a high rate of excellent goods having little dust adhered thereto. 
[0071] 

It is one of the most important features of the invention that the thus 
obtained decorative layer can avoid the reduction of the design expression, 
which has occurred due to the surface protection layer used in the prior art. 
In addition thereto, the thus obtained decorative layer can obtain the design 
expression, which could not be accomplished in the prior art and which will 
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be explained in details later. 

L0072] 

One form of embodiment of the invention, which is as an example a 
product having the print pattern of grain transferred under water pressure 
will be described in detail with reference to Fig. 4. The product (water 
pressure transfer article) 100 comprises a base body (body to be transferred 
under water pressure) 102 formed of ABS resin in the form of a lid of an 
accessory case. A decorative layer 130 is formed by transferring a print patter 
of grain on a raising portion of the lid and on an upper surface succeeding 
from the raising portion by the water pressure transfer method as shown in 
Fig. 2. Since the ABS resin itself, which is the material of the base body, has a 
color of light brown previously applied in a uniform manner, the decorative 
layer 130 has the grain pattern of ink color of the print pattern superposed on 
the background of light brown. 
[00731 

Pattern portions 130A of the decorative layer 130 are ones where 
there is expressed an early wood portion of the grain pattern, which is a 
relatively rough organization formed in spring, are formed by transferring 
light brown ink of low ink concentration on the ground color of light brown 
and provide an appearance having brown stripes running in some places on 
the light brown background. Pattern portions 130B of the decorative layer 
130 are ones where there is expressed a late wood portion of the grain pattern, 
which is a relatively density organization formed in summer or in autumn, 
are formed by transferring black or dark brown ink of high ink concentration 
on the ground color of light brown and therefore provide an appearance of 
dark brown or nearly black color so that the ground color of light brown is 
almost concealed. Pattern portions 130C of the decorative layer 130 are ones 
which he in a boundary between the pattern portions 130A expressing the 



early wood portion and the pattern portions 130B expressing the late wood 
portion and have black dots applied. The pattern portions 130C are ones 
which are observed as if they are a cut end formed when the conduit is cut at 
nearly right angle as shown in Fig. 5 in an enlarged manner. 

IQ074] 

In this decorative layer 130, as the pattern portions 130B expressing 
the late wood portion are compared with the pattern portions 130A 
expressing the early wood portion, the late wood portion 130B is seemingly 
felt that the glossy degree is reduced while the early wood portion 130A is 
seemingly not so much felt that the glossy is so reduced and therefore the 
difference of the glossy degree is recognized between these portions. 

[00751 

It has been found by various confirmation tests that the ultraviolet 
ray hardening resin composite coated on the transfer film for recovering the 
adhesion of the print pattern on the water pressure transfer operation is easy 
or hard to be absorbed on the kinds of the pigment in the ink of the print 
pattern. For instance, since the high oil absorption component such as 
the carbon black in the black ink easily absorbs the oil of the 
ultraviolet ray hardening resin composite, there is formed the low 
glossy pattern portion where the reduction of the glossy feeling is 
seemingly observed because the ultraviolet ray hardening resin 
composite is hardened in the state where the particle feeling (fine 
unevenness) of the pigments is exposed in the position of the 
decorative layer portion where the ink having a lot of pigments added 
is transferred. On the other hand, there is formed the high glossy 
pattern portion having the glossy feeling maintained in the ink 
printed position where the ink containing the low oil absorption 
component such as the pigments hard to absorb the ultraviolet ray 
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hardening resin composite or the ink of low density is transferred 
because the ultraviolet ray hardening resin composite is not so much 
absorbed by the pigments, but placed between the particles of the 
pigments and hardened by the ultraviolet ray^ 

| [Q0761 

In this manner, the water pressure transfer article obtained by the 
invention has the low glossy pattern portions for the late wood portions and 
the high glossy pattern portions for the early wood portions and has the three 
dimensional or cubic effect imparted by the gloss variation based on the 
difference of the glossy degree exiting adjacent to each other between these 
portions. Also, the article of the invention gets the low glossy pattern portion 
in the position where the black dots are located and the cut end of the conduit 
cut nearly at right angle is seemingly observed to be a hole having a depth. 
Thus, the whole decorative layer 130 has the real wood feeling and the 
qualitative feeling of cross or straight grain imparted thereto. Of course, 
there can be provided the products (water pressure transfer articles) having 
the decorative layer in which there is impressed the qualitative feeling of 
high grade trees such as trees having grain pattern of ball, foam, grape-vine, 
bird-eye or scale having an appearance portion of knot or root of branch or a 
portion including gum cut or an appearance portion of particular kind of trees 
in addition to cross grain or straight grain. 
[0077] 

With the ultraviolet ray hardening resin composite containing the 
matting component hardened in the state where it penetrates and is wholly 
united with the print pattern, since the matting (deglossing) component more 
effectively acts to the high glossy pattern portion, the difference of the glossy 
degree between the high and low glossy pattern portions is reduced and 
therefore the whole tone can be dropped. Thus, there can be provided the 
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water pressure transfer article having the taste of the simplicity and the 
quiet taste given. 

[Q078] 

The ultraviolet ray hardening resin composite is easy or hard to be 
absorbed on the kinds of the pigment in the ink of the print pattern, but the 
high oil absorption component to easily absorb the ultraviolet ray hardening 
resin may be carbon black or pine soot of the black pigment as considered 
from the numerical value described as a general absorption amount in the 
technical documents even though it has not been practically confirmed by the 
ultraviolet ray hardening resin composite. The index of the oil absorption 
amount of the carbon black is 100 to 258 while that of the pine soot is 60 to 
158. These oil absorption amounts are extraordinarily high and it is 
considered that they remarkably absorb the ultraviolet ray hardening resin 
composite. The other pigments considered as the high oil absorption 
component, which easily absorb the ultraviolet ray hardening resin composite, 
may be an extender pigment such as a precipitated barium sulfate, a 
diatomaceous earth of an extender pigment having the oil absorption amount 
of 47, a rouge of a red system pigment having the oil absorption amount of 54, 
an iron blue of a blue pigment having the oil absorption amount of 74 and an 
ocher of a yellow pigment having the oil absorption amount of 72. The 
coloring pigments used for various color inks should be desirably selected in 
consideration of means to protect the color from fading such as light 
resistance in addition to the value of the oil absorption amount. 
[0079] 

Even in the prior decorative layer obtained by the water pressure 
transfer in which the adhesion of the print pattern is recovered by the 
activator of the prior art, there might appear some difference of the glossy 
degree due to the difference of absorption based on the kinds of the pigment 
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of the ink or the ink density thereof because some activator or ink component 
is absorbed by the pigment in the decorative layer. However, as already 
described, since there cannot be provided the product having the decorative 
layer as the outermost surface layer due to the shortage of the surface 
protection functions of the decorative layer obtained by using the activator of 
the prior art, the design expression is reduced by the surface protection layer, 
which should be applied on the decorative layer. However, the effect is 
advantageously more remarkable in the decorative layer obtained by 
transferring the print pattern, the adhesion of which is recovered by the 
ultraviolet ray hardening resin composite because the decorative layer 
obtained by using the ultraviolet ray hardening resin composite can more 
easily absorb the resin component than the decorative layer of the prior art. 

[0080] 

In this manner, the water pressure transfer article of the invention..... . 

£an obt^ ray 

hardening resin composite. The term "non-solvent type" in the non-solvent 
type ultraviolet ray hardening resin composite used by this water pressure 
transfer method does not mean that there is absolutely zero of a "solvent 
ingredient" but is neither exclusive of one having solvent ingredient added for 
other reasons nor exclusive of one having solvent ingredient used for 
producing the monomer or the pre-polymer, but remained if there can be 
obtained the function of re-adhesion of the print pattern by the non-solvent 
activation ingredient in the ultraviolet ray hardening resin composite, which 
is typically photo-polymerization monomer to the necessary and full degree. 
Similarly, the term "non-solvent type" does not mean that there is absolutely 
zero of "volatility" of the optical polymerization monomer, but means that it is 
not as high as the solvent and therefore it may have the volatility in such a 
degree as can be disregarded practically. 



Deleted: method 

ted: and the article obtained 
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[008 ll 

In another embodiment of the invention, an example of which is a 

product having a print pattern of grain transferred under water pressure, 
will be described in details with reference to Fig. 6. This product (water 
pressure transfer a rticle) 200 comprises a base body (a pattern-transferred 
body) 202 formed of ABS resin in the form of a steering wheel for a car. A 
decora tive layer 230 is formed by transferring the print pattern of grain bv 
the wa ter pressure transfer method shown in Fig. 2. Since the ABS resin 
itself, which is the material of the ba s e body 202. has a color of light brown 
applied thereto in a uniform manner, the decor a tive layer 230 has the grain 
pattern of the color of the ink in the print pattern superposed on the ground 
color of light brown 
[00821 

P att ern portions 230A of the decorative laver 230 are ones where 

there is express ed a rel atively rough organization in the grain pattern, are 
formed by transferring light brown ink of low ink concentration on the ground 
color of light brown and provide an appearance having brown stripes running 
in some places on the light brown b ackground. Pattern portions 230B of the 
decorative laver 230 are ones where there is expressed a relatively density 
orga nization in the grain pattern, are formed bv transferring black or dark 
brown ink of high i nk concentration on the ground color of light brown and 
therefor e provide an appearance of dark brown or nearly black color so that 
the groun d color of light brown is almost concealed. 
[00831 

In this decorative laver 230. the pattern portion 230B has a fine 

unevenn ess 230R as shown in Fig. 7. This is obtained bv the ultraviolet rav 
ha rdening resin composite coated or applied on the transfe r film hping 
absorbed i n accordance with the component of the pigment in the ink of the 
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print pattern and t he application or coating amount thereof and for example 
the ultraviolet rav hardening resin composite being oil-absorbed by the high 
oil absorption co mpone nt such as the carbon black in the black ink, etc.. so as 
to be hardened in the state where the particle feeling (fine unevenness) 
appears in the posi tion in which the ink having a lot of pigments added 
thereto i s transferred. This is obtained also bv the expansion and contraction 
of the su rf ace of the decorative laver when it is dried. At the same time, the 
pattern po rtion 230B has a thick convex area formed bv being hardened in 
the state where the ultraviolet rav hardening resin composite is more 
absorbed. On the other hand, the pattern portion 230 A has a relatively 
thinner co ncav e area formed bv little generation of unevenness and also bv 
the ultraviolet ray har dening resin being hardened in the state where it is 
seldom absorbed. 
[00841 

The outermost decorative laver 230 having the unevenness (fine 

unevenness and/or unevenness area) desirably has solvent resistance 
adapted to be never deteriorat e d even bv manually and reciprocativelv 
wipin g a ten-sheet piled gauze containing xylene on the decorative laver eight, 
times while it is rubbed thereon. 



[EMBODIMENTS] 




There will be explained Embodiments 1 through 4 according to the 
form of embodiment of the invention and Comparisons 1 through 7, which 
impart the glossy difference to the decorative layer of the article. 




(Embodiment l) 



In the concrete embodiment 1 of the invention, the non-solvent type 
ultraviolet ray hardening resin composite called the trade name "UVIC S 
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CLEAR-33-N2" manufactured and commercially marketed by Ohashi Kagaku 
Kogyo Co., Ltd., Japan was used for recovering the adhesion of the ink of the 
transfer film. The adhesion of the ink of the transfer film having the grain 
pattern was recovered by this ultraviolet ray hardening resin composite and 
the grain pattern on the transfer film was transferred under water pressure 
by sequentially performing the steps shown in Figs. 2A through 2G. There 
was the transfer film formed by printing the grain pattern with the dark ink 
so as to express the stripe-like late wood portions of black or dark brown and 
the early wood portions of brown between the adjacent late wood portions and 
sold by Cubic Co., Ltd. to the licensees as the trade name "ZEBRA LINE". 
The aforementioned non-solvent type ultraviolet ray hardening resin 
composite was applied on the print pattern of the transfer film by a wire bar 
application process immediately before introducing the transfer film into the 
transfer tub. The transfer film having the non-solvent type ultraviolet ray 
hardening resin composite applied in this manner was floated on the water in 
the transfer tub and the article was forced underwater through the transfer 
film after recovering the adhesion of the print pattern by the ultraviolet ray 
hardening resin composite as shown in Fig. 2D. After transfer, the article was 
taken out of the water, an ultraviolet ray was irradiated on the article, and 
the article was water-washed and dried whereby the water pressure transfer 
article 10' was obtained. 
[00871 

(Embodiment 2) 

In the concrete Embodiment 2 of the invention, the process was 
performed in the same manner as that of Embodiment 1, except that there 
was used the non-solvent type ultraviolet ray hardening resin composite 
called as "UVTC S MAT CLEAR-33-N2" having the matting specification 
formed by adding a matting (deglossing) component to "UVIC S 



CLEAR-33-N2". 

j [fiQ88] 

(Embodiment 3) 

In the concrete Embodiment 3 of the invention, the process was 
performed in the same manner as that of Embodiment 1, except that there 
was used the transfer film sold by Cubic Co., Ltd. to the licensees as the trade 
name "MESAI DARK" having a camouflage pattern for outdoor goods such as 
a bow gun, which had four relative large portions of black, dark brown, dark 
green and of no print arranged in a spotted manner. 
[00891 

(Embodiment 4) 

In the concrete Embodiment 4 of the invention, the process was 
performed in the same manner as that of Embodiment 3, except that there 
was used the non-solvent type ultraviolet ray hardening resin composite 
called as "UVIC S MAT CLEAR-33-N2" having the matting specification. 

10Q90] 

(Reference l) 

In the concrete Embodiment 5 of the invention, the process was 
performed in the same manner as that of Embodiment 1, except that there 
was used the transfer film sold by Cubic Co., Ltd. to the licensees as the trade 
name "CREATION NATURAL" having a whole grain pattern of light brown, 
which had no stress of the late and early wood portions wholly on the same 
basis, in comparison with the transfer film called as the trade name "ZEBRA 
LINE". 

[0091] 

(Comparison l) 

In the Comparison 1, the process was performed in the same manner 
as that of Embodiment 1, except that there was used the activator of the prior 
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art sold by Cubic Co., Ltd. to the licensees of the water pressure transfer 
technique as the trade name "CPA-H" (the embodiment product of Japanese 
Patent No. 3,385,576) without activating the transfer film by the non-solvent 
type ultraviolet ray hardening resin composite. This had only the decorative 
layer obtained by the same water pressure transfer method as in the prior art, 
but was the interim product having the surface protection layer not yet 
formed. 

| [00921 

(Comparison 2) 

In the Comparison 2, there was formed on the decorative layer 
obtained in the Comparison 1 a topcoat layer obtained by spray-coating and 
drying a transparent coating material called as the trade name 
"HI-URETHAN No. 2000 CLEAR-G-500 21HP" manufactured by NIPPON 
YUSI BASF COATINGS Co., Ltd., Japan. This was the water pressure 
transfer article finished to the state where it could be provided as the final 
product produced by the same water pressure transfer method as that of the 
prior art. 

| [0093] 

(Comparison 3) 

In the Comparison 3, there was formed on the decorative layer 
obtained in the Comparison 1 a topcoat layer obtained by spray-coating and 
drying a matting type urethane transparent coating material called as the 
trade name "HI-URETHAN No. 5000 CLEAR-G-4 81HP" manufactured by 
NIPPON YUSI BASF COATINGS Co., Ltd., Japan. 
J [0094] 
(Comparison 4) 

In the Comparison 4, the process was performed in the same manner 
as that of Embodiment 4, except that there was used the activator of the prior 



art sold by Cubic Co., Ltd. to the licensees of the water pressure transfer 
technique as the trade name "CPA-H" (the embodiment product of Japanese 
Patent No. 3,385,576) without activating the transfer film by the non-solvent 
type ultraviolet ray hardening resin composite. 

[0095] 

(Comparison 5) 

In the Comparison 5, there was formed on the decorative layer 
obtained in the Comparison 4 a topcoat layer obtained by spray-coating and 
drying a transparent coating material called as the trade name 
"HI-URETHAN No. 2000 CLEAR-G-500 21HF' manufactured by NIPPON 
YUSI BASF COATINGS Co., Ltd., Japan. 
[0096] 

(Comparison 6) 

In the Comparison 3, there was formed on the decorative layer 
obtained in the Comparison 4 a topcoat layer obtained by spray-coating and 
drying a matting type urethane transparent coating material called as the 
trade name "HI-URETHAN No. 5000 CLEAR-G-4 81HP" manufactured by 
NIPPON YUSI BASF COATINGS Co., Ltd., Japan. 
[0097] 

(Comparison 7) 

In the Comparison 7, the process was performed in the same manner 
as that of Embodiment 5, except that there was used the activator of the prior 
art sold by Cubic Co., Ltd. to the licensees of the water pressure transfer 
technique as the trade name "CPA-H" (the embodiment product of Japanese 
Patent No. 3,385,576) without activating the transfer film by the non-solvent 
type ultraviolet ray hardening resin composite. 
[0098] 

In all the Embodiments, the water pressure transfer could be 



performed in the substantially identical manner as in the prior art. As the 
adhesion of the decorative layer of each of the Embodiments was tested by 
the cross cut tape adhesion test method (lmm cross 100 measures), it was 
confirmed that the article of each of the Embodiments 1 through 4 and the 
Reference 1 had the same adhesion as the articles of the Comparisons 1, 4 
and 7 having the print pattern transferred while activated by the 
conventional activator, but having no topcoat and the article of the 
Comparisons 2, 3, 5 and 6 having the topcoat layer formed by applying the 
conventional urethane transparent resin on the decorative layer. 

[0099] 

As a ten-sheet piled gauze containing xylene was reciprocatively 
wiped on the surface of the product eight times while it was rubbed thereon 
as a solvent resistance test, it was confirmed that the product of either of the 
Embodiments had the solvent resistance as good as that of the products of the 
Comparisons 2, 3, 5 and 6 having the conventional urethane transparent 
topcoat layer. The articles of the Comparisons 1, 4 and 7 having no topcoat 
layer applied thereon had very poor solvent resistance, which was naturally 
expected and therefore they could not be commercially available. 

teiQO] 

As the glossy degree of the product of each of the Embodiments and 
Comparisons was measured by using the glossy degree meter "Gloss Meter 
Model GP -60" manufactured by TOKYO DENSHOKU Co., Ltd. according to 
"mirror surface gloss of method 30-60 degree", a kind of measuring method on 
"mirror surface glossy degree-measuring method Z8741-1997" of Japanese 
Industrial Standards, the results were obtained as shown in the Table (l) and 
the Table (2). 

[01 Oil 

[TABLE 1] 
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There was a substantial difference of glossy degree between the late 
and early wood portions in the Embodiment 1 while there was no difference 
of glossy degree between those portions in the Comparison 1. In the 
5 Comparisons 2 and 3, which were finished to the state where they could be 
commercially sold, there was a large difference between the measured 
numerical values based on the differences of glossy finish and matting finish 
between the Comparisons, but there were no glossy degree difference between 
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the late and early wood portions in these Comparisons. In the Embodiment 1, 
there could appear the strong real feeling of grain pattern because of the 
difference of glossy degree. 
[0104] 

In comparison with the measurement results of the Embodiments 1 
and 2, even though the Embodiment 1 had measured numerical values of the 
late and early wood portions largely reduced, it still had the glossy degree 
difference between the late and early wood portions, which seemingly 
imparted to the products the withered feeling such as the quiet and simplicity 
tastes, which was caused by long exposure to rainstorm and sunlight. 
[0105] 

On the other hand, as apparent from the measured numerical values 
of the Comparisons 2 and 3, with the transparent coating material applied as 
the topcoat layer irrespective of gloss type or matting type, both of the late 
and early wood portions were commonly effected so as to have the whole 
glossy degree increased as the glossy finish or reduced as matting finish, but 
there could never occur the difference of glossy degree between the late and 
early wood portions. 
[0106] 

As the measurement result of the Comparison 3 is seen, it will be 
noted that there was apparently generated the difference of glossy degree in 
the portions of different color and in the portion of the ground color (the 
position where nothing is printed). The measured numerical values of the 
glossy degree increased gradually twice between the black and dark brown 
portions and between the dark brown and the dark green and further 
increased in the ground color portion so as to have the highest glossy degree. 
In the Embodiment 3, these differences of glossy degree sensuously provided 
the depth feeling in order of the black portion, the dark brown portion, the 



dark green portion and the ground color portion to thereby cubically impart 
the camouflage pattern. 

[0107] 

As the measurement result of the Comparison 4 is seen, it will be 
noted that there seemed to be generated some difference of glossy degree in 
the portions of different color and in the portion of the ground color (the 
position where nothing is printed), but the difference of glossy degree was too 
small to observe the difference of glossy degree. Since the products could not 
be commercially sold with the decorative layer being as the outermost surface 
layer, it will be necessary to form the topcoat layer, but this had the uniform 
glossy degree on the whole surface as noted from the measurement results of 
the Comparisons 5 and 6, which could not accomplish the objects of the 
invention. 

[01 081 

The Reference 1 has the low and high glossy pattern portions not 
formed in a good manner, but it was shown as an example of the 
measurement of the glossy degree of the high glossy pattern portion. It will be 
noted that the glossy degree of the Reference 1 has the numerical value of the 
measurement result of the same brown portion, but it is higher than the 
glossy degree of the early wood portion of the Embodiment 1 and is 
substantiaUy identical to the glossy degree of the dark green portion of the 
Embodiment 3. Thus, it will be guessed from this that the early wood portion 
of the Embodiment 1 has the brown darker than that of the Reference 1 and 
therefore the ink having the pigment such as the black pigment added to 
more easily absorb the ultraviolet ray hardening resin composite in 
proportion to the darkness comparison is transferred with the higher charge 
in the Embodiment 1 with the result that the early wood portion has the 
lower the numerical value. Furthermore, although the dark green portion of 
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the Embodiment 3 is sensuously darker than that of the Reference 1, they 
have the substantially identical numerical values and it is guessed that this 
is why there was transferred the ink having the pigment added to originally 
seldom absorb the ultraviolet ray hardening resin composite. 
[01091 



On the other hand, it will be noted that the numerical value of the 
glossy degree of the Comparison 7 is substantially identical to those of the 
black portion, the dark brown portion, the dark green portion and the ground 
color portion (the transfer portion corresponding to the non-print portion) of 

10 the Comparison 4. Synthesizing these measurement results, it will be 
confirmed that the effect of the glossy degree by the amount of oil absorption 
of the pigment in the ink component of all the Comparisons seldom depends 
on the color of the ink (the kind of the pigment) and the charge amount 
thereof and therefore is less remarkable than that of all the Embodiments. 

15 | [0110] 

Accordingly, if the grain pattern having the largest difference of glossy 
degree between the low and high glossy pattern portions should be obtained, 
the water pressure transfer should be performed using the transfer film 
having the print pattern printed by the ink adapted to make the black 

20 portion of the Embodiment 3 the late wood portion and to make the light 
brown of the Embodiment 5 the early wood portion. As noted from the 
measurement results of the Comparisons, it is confirmed that the products 
having the prior topcoat layer formed could obtain only the wholly uniform 
glossy degree and hardly had the remarkable difference of glossy degree even 

25 though the decorative layer was obtained by activating the print pattern by 
the prior activator. 

I fem] 



In the Embodiment of the Table 1, since the glossy degree of either of 
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the low and high glossy pattern portions is out of the numerical range of 
glossy degree of 30 through 60, even the glossy degree difference of 5 was felt 
to be seemingly large as already described. In the Embodiment 1, the glossy 
degree of the high glossy pattern portion fell within the range of 30 through 
60, but since the glossy degree difference between the low and high glossy 
pattern portions was as large as about 18, the difference of glossy degree 
could be fully recognized even though one of them fell within the range. 
[01121 

Although the af orementioned forms of embodiment of the invention 

had the decorative l ayer a pp l i e d on the surface of the three-dimensional 
article, there can he provided a c arbon pattern decorative layer having a 
further cubic effect by producing a d ifference of glossy degree between woofs 
and warps of a carbon pattern obtai ned bv a nlain weave of carbon fibers Hue 
to the selection of the kind of the bl a ck pigment used for the black ink or due 
to the relative adjustment of ink charg ing amount, even though the woofs and 
the war ps have the weaved patterns of the same black color. 
[01131 

(Embodiment 5) 

In the concre te Embodiment 5 of the invention, the process was 

performed in the same manner as that o f Embodiment 1 to obtain the wat.Pr 
pressure transfer article, except that the r e was used the transfer film sold h Y 
Cubic Co., Ltd. to the licensees of t he water p r essure transfer technique as 
the trade nam e "LIN COL N ZEBRA" instead of the transfer film called 
"ZEBRA LINE" of the Embodiment 1. 
[01141 

(Comparison 8) 

In the Comparison 8. what is in the form of a middle product was 

obtained in the same man n er as th e Comparison 1. except that there was 
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used the transfer film sold as the trade name "LINCOLN ZEBRA" instead of 

the transfer film called "ZEBRA LINE" of the Embodiment 1. 

[01151 

(Comparison 9) 

In the Comparison 9, a water pressure transfer article was obtained 

in the same manne r as the Comparison 2, except that there was used the 
transfer film sold as the trade name "LINCOLN ZEBRA" instead of the 
transfe r film called "ZEBRA LINE" of the Embodiment 1. 
101161 

As t he surface unevenness of the Embodiment 5 and the Comparisons 

8 and 9 was measured by the surface unevenness measurement meter 
manufactured by KOSA KA KENKYUSYO Co.. Ltd.. in the Embodiment 5. 
the fi ne unevenness was observed and the height difference was 0.3 \i m. but 
in the Com parison 8. the fine unevenness was observed and the height 
difference was 2.8 y m and in the Comparison 9 , the fine unevenness was 
not observed and the height difference was 0.3 \J m. 
[0117] 

In the Comparison 9 in which the topcoat layer war applied, the 

surface protection function was obtained by the surface protection layer, but 
the touch feeling w as los t b y the top c oat laver and in the Comparison 8 in 
which the topcoat layer was not applied, but the decorative laver was 
obtained by the water pressure transfer using the a ctivator of the prior art. 
the touch feeling was obtained, but the product had no surface protection 
function, which caused the product to be impractical. On the other hand, in 
the Embodiment 5 of the invention, the product had both of the surface 
protection function and the touch feeling and therefore it will be noted that it 
was suitable for the products such as a steering wheel of a car and so on 
required to have both properties. 
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[POSSIBILITY OF UTILIZATION IN INDUSTRIES] 

| [Oils] . , - j Deleted- 0095 

Since the non-solvent type ultraviolet ray hardening resin for 
providing the recovery of adhesion of the print pattern to be transferred and 
5 is wholly united with the print pattern and hardened, the mechanical and 
chemical surface protection functions are imparted to the decorative layer 
and also the ultraviolet ray hardening resin composite is easy or hard to be 
absorbed in accordance with the kinds of the pigment in the ink of the print 
pattern whereby the ink printed portion of the decorative layer formed by 
.0 transferring the print pattern has the low and high glossy pattern portions 
formed thereon. Thus, there can be provided the product (the water pressure 
transfer article) adapted to impart the cubic effect to the decorative layer, 
which is caused by the presence of the difference of glossy degree and 
therefore the availability in industries can be remarkably improved. 
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Page 10: [1] Deleted template 7/23/2010 1:37:00 PM~ 

A fundamental feature of the invention is to provide a water pressure 
transfer method comprising the steps of making wet a print pattern of a 
transfer film having said print pattern in dry state provided on a 
water-soluble film and thereafter transferring the print pattern under water 
pressure to a surface of the article to thereby form a decorative layer on the 
surface of the article, characterized by further comprising the steps of coating 
a non-solvent type ultraviolet ray hardening resin composite including 
photo-polymerization monomer on the print pattern to thereby make it 
wet and irradiating an ultraviolet ray on the article to thereby harden 
the hardening resin composite after the print pattern is transferred 
wherein a glossy variation having a high glossy pattern portion and a low 
glossy pattern portion adjacent to each other is imparted to an ink 
printed portion of the decorative layer in accordance with an 
absorption amount of an ink of the print pattern and/or a 
concentration of the ink. 



